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Disclosure to Promote the Right To Information 

Whereas the Parliament of India has set out to provide a practical regime of right to 
information for citizens to secure access to information under the control of public authorities, 
in order to promote transparency and accountability in the working of every public authority, 
and whereas the attached publication of the Bureau of Indian Standards is of particular interest 
to the public, particularly disadvantaged communities and those engaged in the pursuit of 
education and knowledge, the attached public safety standard is made available to promote the 
timely dissemination of this information in an accurate manner to the public. 
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AMENDMENT NO. 1 APRIL 2001 

TO 

IS 294:1979 SPECinCATION FOR SUPERPHOSPHATE 

(S€€09id Rtvblon) 

[ Page 4. Table 1, SI No. (Hi), fooiHoie marked *V 1 — SubBtitute the 
following for the existinjs footnote: 

'tA tolcniioe of 0.1 vdiI of nutriMt shall be permiiiible.' 

( Page 4» clause 4.2 ) - Substitute the following for the existing clause: 
The containers shall be securely closed and marked with the following: 

a) Name of manufacturer/Pool handling agency/Importer (where a 
manufacturer is also a pool handling agency, word T* and as the case 
may be, if an importer the word T shall be written against the name of 
such manufacturer, if the bag contains impoited feitilizer); 

b) Trade mark and/or Brand name, if any; 

c) Name of the fertilizer ( in case of impoited feitilizer the word 
'Impoiled' shall be supeiscribed ); 

d) Percent nutrient as water soluble P2O5 to be denoted by the letten: 
P(WS). 

e) Gross and net weight in Ulogiam, when packed; 

f) Batch number, and 

g) Maximum retail price — inclusive of all taxes (Applicable, if the 
statutory price has not been fixed).** 



(PCD 20) 



RapN^apky IMt BIS, Mmt IMU. Inib 
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Indian Standard 

SPECIFICATION FOR 
SUPERPHOSPHATE 

( Second Revision J 



0. FOREWORD 

O.l This Indian Standard ( Second Revision ) was adopted by the Indian 
Standards Institution on 18 January 1979, after the draft finalized by the 
Fertilizers Sectional Committee had been approved by the Petroleum, Coal 
and Related Products Division Council. 

0.2 This standard was first published in 1951 and revised in 1962. In the 
present revision, while two grades of the material are being retained, their 
water soluble phosphates ( as P0O5 ) contents are being lowered from 18 
and 16*0 to 160 and 14*0 percent respectively. Packing and marking clauses 
have also been modified. 

0.3 In the preparation of this standard, consideration has been given to 
the need for maintaining co-ordination with the specification of the 
Fertilizer ( Control ) Order, 1957 and the Essential Commodities Act, 1955 
of Government of India. However this standard is subject to the provi- 
sions imposed under this Order wherever applicable. 

0.4 For particle size, the use of IS Sieves conforming to IS:460-1962* is 
prescribed. Where IS Sieves are not available, other standard sieves as 
judged from aperture size may be used. 

0.5 For the purpose of deciding whether a particular requirement of this 
standard is complied with, the final value, observed or calculated, express- 
ing the result of a test or analysis, shall be rounded off in accordance 
with IS:2-1960t. The number of significant places retained in the rounded 
off value should be the same as that of the specified value in this standard. 



1. SCOPE 

1.1 This standard prescribes the requirements and the methods of sampling 
and test for superphosphate. The material is used as a fertilizer. 



♦Specification for test sieves ( revised ). 

t Rules for rounding olT numerical values ( revised ). 
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2.. GRADES 

2.1 There shall be two grades of the material, namely: 

a) Grade 1, and 

b) Grade 2. 



3. REQUIREMENTS 

3.1 The material shall 
hard cake on storage. 

3.2 The material shall also comply with the requirements given in Table 1. 



3.1 The material shall be free from excessive lumps and shall not form a 
hard cake on storage. 





TABLE 1 REQUIREMENTS FOR SUPERPHOSPHATE 


Sl 

No. 


Characteristic 


Requirei 
Grade 1 


viENT FOR Methods OF Test 


Grade 2 


(1) 


(2) 


(3) 


(4) (5) 


i) 


Moisture, percent by mass. Max 


120 


120 5.1 of IS: 6092 
(PartVl).1971* 


•i) 


Free phosphoric acid (as P^O^ ). 
percent by mass. Max 


40 


4 11 of IS: 6092 
( Part III )-1971* 


Hi) 


t Water soluble phosphates 
( as P.Oft ), -percent by mass, 
Min 


160 


140 7 of IS: 6092 
( Part III). 1971* 



^Methods of sampling and test for fertilizers: 
Part VI Determination of impurities. 
Part III Determination of phosphorus. 

tA tolerance of 0*2 unit of nutrient shall be permissible. 



4. PACKING AND MARKING 

4.1 Packing — The material shall be packed in 50-kg packing or as agreed 
to between the purchaser and the supplier. Jute bags or high density 
polyethylene woven bags with loose or laminated polyethylene film liner 
shall be used. Each package shall be securely closed. 

4.2 Marking — Each package shall bear legibly and indelibly the following 
information: 

a) Name of the fertilizer; 

b) I^ame of the manufacturer and his recognized trade-mark, if any; 
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c) Water soluble phosphates ( as P.jO^ ), percentage by mass; 

d) Batch number and date of manufacture; and 

e) Gross and net mass in kg. 

4,2.1 The packages may also be marked with the Standard Mark^ 

NOTE — The use of the Standard Mark is governed by the provisions of the 
Bureau of Indian Standards Act, 19S6 and the Rules and Regulations made there- 
under. The Standard Mirk on products covered by an Indian Standard conveys 
the assurance that they have been produced to comply with the requirements of that 
standard under a well defined system of inspection, testing and quality control 
which is devised and supervised by BIS and operated by the producer. Standard 
marked products are also continuously checked by BIS for conformity to that 
standard as a further safeguard. Details of conditions under which a licence for 
the use of the Standard Mark may be granted to manufacturers or producers may 
be obtained from the Bureau of Indian Standards. 

5. SAMPLING 

5.1 Representative test samples of the material shall be drawn as 
prescribed in IS : 6092 ( Part I )-1971*. 

5.2 Criteria for Conformity — For declaring the conformity of the lot to 
the requirements of this specification, the test results on the composite test 
sample shall satisfy all the requirements specified in 3, 

6. TEST METHODS 

6.1 Tests for the requirements listed under 3 shall be carried out according 
to the methods prescribed in IS:6C)92 (Part Ill)-197l* and IS:6092 
(Part VI)- 197 1*. Reference to relevant clauses is given in col 5 of Table 1. 



♦Methods of sampling and test for fertilizers: 
Part 1 Sampling. 

Part 111 Determination of phosphorus. 
Part VI Determination of impurities. 
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